Permanent Painting

MARS COLORS
BROWN, ORANGE, RED, VIOLET AND YELLOW

MARS BROWN

This is a natural color, unburnt, and similar in
composition to raw umber. It is a very good drier,
but must not be mixed with any of the lakes. Of it-
self, it is a perfectly permanent pigment.

MARS ORANGE

This has sometimes been called extract of burnt
sienna, because it is composed entirely of hydrated
oxide of iron which has been properly precipitated and
washed. It is very uniform in composition, and identi-
cal with ordinary iron rust. It has generally been re-
garded as a perfectly safe and permanent pigment, but
this is not a fact. It attacks not only every lake
with which it may be mixed, but is such a hard drier
that it has a tendency to crack. It makes most beau-
tiful, clear yellowish tints when mixed with zinc
white, and when diluted with constant white, it has
every characteristic of a lake, but owing to its chem-
ical composition, it darkens upon extreme exposure,
and the beautiful clear tones which it produces when
mixed with white have a tendency to sadden upon
exposure.
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